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(54) METHOD FOR PRODUCING POUSHING PAD FOR POUSHING SEMICONDUCTOR 
(57)Abstract: 

PROBLEM TO BE SOLVED: To provide a method for producing a polishing pad excellent in non- 
scratching, polishing and flattening properties by suppressing forming of voids, in view of such a 
problem that, when conventionally urethane-based polishing pad is produced by mixing and curing 
an isocyanate-terminated prepolymer, a fine particle and an active-hydrogen compound, voids an 
formed with gas such as air contained in each of the materials and that included into the mixture 
by the mixing, and the voids uneven in sizes and distribution appear onto the surface of the 
polishing pad obtained by slicing a cured block obtained from the above materials, involving a 
problem of marking scratches onto the surfaces of the materials to be polished such as a silicon 
wafer when these are polished. 

SOLUTION: In the method for producing the polyurethane polishing pad for polishing a 
semiconductor by mixing, blending and curing the isocyanate- terminated prepolymer, the fine 
particle and the active-hydrogen compound, formation of the voids can be suppressed by 
eliminating gas existing in each process by degassing under reduced pressure, by comprising a 
deforming process by reducing pressure before mixing the isocyanate-terminated prepolymer and 
the active-hydrogen compound. 



LEGAL STATUS 

[Date of request for examination] 1 1 .03.2002 

[Date of sending the examiner's decision of 
rejection] 

[Kind of final disposal of application other than 

the examiner's decision of rejection or 

application converted registration] 

[Date of final disposal for application] 

[Patent number] 330641 7 

[Date of registration] 10.05.2002 



http://wwl9.ipdl.jpo.go.jp/PAl/result/detail/main/wAAAZYaaVNDA414194047PLhtm 3/12/2004 



Page 2 of 2 



[Number of appeal against examiner s decision of 
rejection] 

[Date of requesting appeal against examiner s 
decision of rejection] 

[Date of extinction of right] 

Copyright (C); 1998,2003 Japan Patent Office 



http://wwl9apdl jpo.go jp/PAl/result/detail/main/wAAAZYaa\^ 1 4 1 94047P 1 .htm 3/1 2/2004 



